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(54) Mechanically joining an Inner lube to en outer tube 

(57) A method of Joining mechanically an inner tube (2) to an 
outer tube (1 ) by radial expansion of at least the inner tube 
with the aid of an internal overpressure. 

The method is particularly characterized by 1 tiling the 
Inner tube (2) with an explosive gas of determined 
composition, temperature and pressure, and by igniting and 
exploding the gas. 

A core (14. Fig. 2, not shown) may be used to reduce the 
amount of gas required. 
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I Hgtecd a nd arranoanen t for tfechanicallv Joining an Tnner -pjbe to an 
Outer TUbe 

5 Hie present invention relates to a netted for joining an inner tube mech- 
anically to an outer tubs by radial expansion of at least the inner tube 
by means of an internal overpressure. 
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ttie invention also relates to an arrangement for carrying out the method. 

It is often desirable in the oil industry, the chemical industry and in 
nuclear power plants, etc. to provide steel tubing or piping with an 
internal r«v-oorroding ling made for instance of stainless steel, Inconal, 
Xhcolloy or titanim. 

par see usages, it is necessary to bond the lining to the outer tube 
atcndcally, which can be achieved with the aid of explosion welding, 
extrusion or surface welding techniques. 

20 Other usages, however, require solely a mechanical press joint, which can 
be achieved by pressing an inner tube of non-<*Jrroding material radially 
outwards and into contact with the outer tube, witii the aid of an internal 
liquid pressure. Alternatively, the outer .tube can be heated during the 
pressing operation, so that the joint will be strengthened by shrinkage 

25 as the outer tube cools. 

m order to achieve a good join between the tubes, or pipes, the material 
of the inner tube should be deformed above its elastic limit and the outer 
tube material deformed within the limits of its elastic limit. 
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Although the known methods of creating a mechanical join are less expensive 
than the methods for achieving an atonic bond, they are nevertheless 
complicated and cost denanding due to the large dimensions and lengths of 
the tubing car piping concerned. For example, a 36" oil pipe of 12 metres 
in length will accomodate about 7.5 cubic metres of pressure medium. 

irrespective of whether radial expansion is effected with the aid of a 
hydraulic pump or with the aid an explosive charge in water, the cycle 



period is quite considerable and handling is relatively difficult due to the 
amount of liquid used, 

Die present invention provides a quicker and a simpler method of effecting 
5 a mechanical join or connection between an inner non-cnrrcding liner or 
tube and an outer tube. 

The present invention thus relates to a mstixxi of joining mechanically an 
inner tube to an outer tube by radial expansion of at least the inner tube 
10 with the aid of an internal overpressure. 

The method is particularly characterized in that the inner tube is filled 
with an explosive gas of determined composition, temperature and pressure, 
and in that the gas is caused to be ignited and exploded. 

15 

One invention also relates to an arrangement for joining mechanically an 
inner tube to an outer tube by radial expansion of at least the inner tube 
by means of an internal overpressure. 

20 The arrangement is particularly characterized by devices for filling the 
inner tube with an explosive gas of determined composition, temperature 
and pressure; and by davires for igniting the explosive gas and causing 
the same to explode. 

25 The invention will now be described in more detail with reference to 
exemplifying embodiments thereof and with reference to the accompanying 
drawings, in which 

- Figure 1 illustrates schematically and in axial se ct io n a first embodi- 
ment of the inventive arrangement; and 
30 - Figure 2 is an axial section view of an inner tuba, an outer tuber and 
a filling tube or liner of a second embodiment of the inventive arrangement. 

In the description and Claims, the word gas is used to identify both 
individual gases and gas mixtures, for example explosive mixtures of 
35 combustible gas and an oxidizing gas. 

Shown in Figure 1 is an outer tube or pipe 1 in which an inner tube or 
lining 2 is placed. The tubes are closed at both ends by end covers 3, 
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3'. A mixture of cxrabustible gas 5, e.g. hydrogen gas,, acetylene, hydro- 
carbons such as gasol, town gas, gasolene, etc,, and an oxidizing gas 6, 
such as oxygen gas or air is introduced through one of said end covers. 

5 The explosive gas is intended to be exploded by ignition with, e.g., an 
electric spark or a pyrotechnic ignition cartridge. TJhe illustrated 
embodiment comprises an electrical ignition system, including spark plug 
7, cable connection 8, and a high voltage unit 9. 

10 The reference 10 identifies a non-return valve which prevents tixe explosion 
ffcom propagating to the gas delivery system upon ignition. 

The pressure generated within the inner tube by explosion of the gas is 
determined by the composition, pressure and temperature of the gas prior 
15 to the explosion. Gas pressure can also be affected by mixing-in other 
gases, such as nitrogen, carbon dioxide, etc. 

Expansion of the inner tube is facilitated when the gap V defined between 
opposing surfaces. of the inner and outer tubes is evacuated of air during 

20 the tube joining process, for instance prior to the explosion. This can 
be achieved, for instance, with the aid of a hole 1" through the outer 
tuba l (Figure 1> which places the gap l f in ccnmmication with the arobient 
surroundings of the outer tube, the gap being evacuated, for instance, 
through a nipple l 1 1 9 and a vacuum purap not shown. In order to obtain a 

25 controlled and reproducible expansion, gas quantities and gas pressures 
are preferably controlled by automatics 11, comprised of solenoid valves 
and time-function electronics for instance. According to one preferred 
entailment, the energy content of the explosive gas is intended to be 
a d a p t ed far plastic deformation of the inner tube and solely for elastic 

30 deformation of the outer tube. 

The air is evacuated through a line 12 fitted with a valve, prior to 
introducing the explosive gas. Alternatively, the line is left open 
during the initial inflow of gas and is closed when the gas pressure 
35 increases. This method is used preferably when the air is used as an 
oxidizing gas. 



When the explosion has taken place, the pressure is relieved through a 



pressure relief line 13, whereafter the end cavers are removed. 



Hi the case of continuous production, the end cover through which the gas 
is introduced is preferably fixedly mounted and the ORMsite end cover is 
5 capable of being moved axially by means of hydraulic devices (not shown) 
for example. 

In the case of large tube dimensions, the inner tube wiU accommodate much 
mare gas than that required for its expansion. In this case, the gas may 

10 be given a lew initial pressure or may be admixed with an inert gas or 
air. Another alternative is to reduce the volume of the inner pipe, by 
placing therein an homogenous or hollow rod, as indicated in Figure 2. In 
the Figure 2 embodiment, 1 identifies the outer tube, 2 identifies t±» inner 
tube and 14 identifies a rod or a thicfc-walled tube. <Jha end covers with 

15 attachments shown in Figure 1 are not shown in Figure 2- Ohe gas is 
introduced into the inner tube and caused to explode in the space 15 
between the bar or tube 14 and the inner tube. 

The inventive method and the method of operation of the inventive arrange- 
20 ment will be understood in all essentials from the aforegoing. 

It will also have been understood that the invention provides a method of 
joining mechanically an inner tube to an outer tube in a far quicker and 
much simpler manner than can be achieved with known techniques. 

25 

The invention has been described in the aforegoing with reference to 
different embodiments, it will be understood, however, that other embodi- 
ments and minor modifications are conceivable within the scope of the 
inventive concept. 

30 

for example, the gap l« can be evacuated through one of the end covers 3, 
3' , as indicated by the broken arrow 3" in Figure 1. 

The invention shall not therefore be considered limited to the aforedes- 
35 crihed and illustrated embodiments, since modifications can be made within 
the scope of the following Claims. 



Claims 



X. A method for joining mechanically an inner tube to an outer tube by 
5 radial expansion of at least the Inner tube, with the aid of an internal 
overpressure, characterized by filling the inner tube 
with an explosive gas and by igniting the gas and causing the same to 

explode. 

10 2» A method according to Claim 1, characterized by adjusting 
the energy content of the explosive gas upon ignition and explosion, such 
that the inner tube will be deformed plastically and the outer tube will 

only be deformed elastically* 

15 3. A raathod according to Claim lor2, characterized by 
evacuating air from the inner tube prior to introducing the explosive 
gas. 

4. A method according to claim 1 or 2, characterized ky 
20 evacuating air from the inner tube with the aid of a gas intended to 

form an explosive gas. 

5. A method according to Claim l, 2, 3 or 4, characterized 
by decreasing the specific energy content of the explosive gas by using a 

25 relatively low initial pressure and/or by diluting the gas with an inert 
gas, such as nitrogen or carbon dioxide. 

6. A method according to Claim 1, 2, 3, 4 or 5, charac- 
terized by reducing the available gas-filling volume of the inner 

30 tube by placing a body in the inner tube. 

7. A method according to Claim 1, 2, 3, 4, 5 or 6, charac- 
terized by evacuating the gap defined between the inner tube 

and the outer tube of air during the tube joining process. 

35 

8. A method according to any one of the preceding Claims, char- 
acterized by placing the tubes between two covers 
which sealingly connect the tubes; providing an explosive-gas delivery 



line at one end cover which is preferably fixedly arranged; 

providing evacuation outlets at the other end cover. which 

is preferably capahle of being moved aarial ly by means of hydraulic devices. 

5 9. A method according to any one of the preceding Claims, char- 
acterized in that the oceabustible part of the explosive gas 
is comprised of one of the gases hydrogen gases, acetylene or hydrocarbon 
gas, as gasol, town gas or ga s ifi ed petroleum products. 

yy 10, An arrangement for joining mechanically an inner 
tube to an outer tube by radial expansion of at least the 
inner tube with the aid of an internal overpressure, 
characterised by a device for introducing into the inner 
tube an explosive gas; and by a further device for 

^ igniting the explosive gas to explode the same. 

jXr An ar r ange ment according to Claim 10, further comprising a 
device tor adjusting the energy content of the e xplosiv e gas so that 
the Inner tube is deformed plastically and so that the outer tube 
20 is deformed only elastically. 



12. An arrangement according to Claim ID or 11, further 
comprising an evacuating device for evacuating air from the 
inner tube prior to or in conjunction with introducing the explosive 

25 gas. 

13. An arrangement according to Claim 10, 11 or 12, further 
comprising devices for delivering an inert gas to the inner tube 

so as to reduce the specific energy content of the explosive gas. 
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14. An arrangement according to Claim 10, 11, 12 or 13, 
further comprising a body for insertion into the inner 
tube so as to reduce the available gas-filling volume in 
said inner tube. 

15. An ar r an gement according to Claim 10, 11, 12, 13 cr 14, further 
comprising a device for evacuating the gap defined between 
the inner tube and the outer tube during the tube joining 
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16. An arrancnarcent according to Claim 10, 11, 12, 13, 14 or 15, 
further comprising two end covers between which the 

tubes are sealingly disposed; in that an explosive gas delivery 

line is provided in a first of said end covers said end- 

cover preferably being fixedly nounted; and in that eva c uation outlets 

are provided in the other of said end covers, said end cover 
preferably being moveable axially by means of hydraulic devices for 
instance. 

17. A method for joining an inner tube to an outer tube 
by radial expansion substantially as herein described and 
illustrated with reference to the accompanying drawings. 

18. An arrangement for joining mechanically an inner 
tube to an outer tube by radial expansion substantially 
as herein described and illustrated with reference to the 
accompanying drawings. 



Patents Act 1977 

Examin r's report to the Comptroller under 
taction 17 (Th Search Report) 

R levant Technical fields — 
(i) UK CI (Edition K ) F2P B34 

5 B21D 26/08 

fit) Int CI (Edition ) 



Databases (see over) 
<i) UK Patent Office 

00 



Application number 

9211024.6 



Search Examiner 

B J PROCTOR 



Date of Search 

28.07.92 



Documents considered refevaru following a search In respect of claims 1 AND 10 AT LEAST 



Category 
(sea over) 



Identity of document and relevant passages 



GB 2173276 A (CASTLE LEAD WORKS) - eg 
Figure 2 



Relevant to 
claim(s) 



1,2,10,16 



SF2(p) 



ME - doc99\fil000156 




Categories of documents 
X: Document Indicating lack ot novelty or of 
InvenUve step. 

Y: Document Indicating lack of inventive step « 
combined wfih one or more other documents of the 
same category. 

A: Document indicating technological background 
and/or state of the art. 



P: Document published on or after the declared 
priority date but before the filing date ol the 
present application. 

E: Patent document pubfished on or after, but wtih 
priority date earner than, the fifing date of the present 
appDcaUofl. 

&: Member of the same patent family, 
corresponding document. 



Databases: The UK Patent Office database comprises classified collections of QB, EP, WO and US patent 
specifications as outfined periodically in the Official Journal (Patents). The on-line databases considered tor 
search are also nsted periodically In the Offtefal Journal (Patents). 



5*J« Branch. Unq ft, fftnc Mde AotM. Cwrnftttautcb. Cross Kcyi. Newport. NP17KL. PrtrUed M«tt<pk»c St Idaiy Cray. Km. 



f be obtained from 



